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tiſe, wherein is briefely ſett forth 
the arte of Limming, which teacheth the ordet * 
in dꝛawing e tracing „vinets, flowers, armes 
and Jmagery, e the maner howe to make ſandzy ſiſes 02 
” .  groundesfo 
golde ſhalbe 
oz paper, and howe tolopthem ton 
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The arte of. limmimg. Fol.ij. 


The order of drawing or tracing. 


Ictrtt thou ſhalt with a pencell of 
SRO: blacks leade, o; with a coale made 
Carpe at the popnt, trace all thy 
dy: letters, andſett thy vinets oz flo⸗ 
wies, and then thy imagery yt þ 
wilt make any. Andthe ſhalt thou 
w amal pen dzaweal haſt poz- 
tred, the make thy ſiſe on this wiſe 


To make a double ſyſe or bottome tolay or 


ſettle filner oꝛ golde vpon, called an 
emboſſed ground, 


Ake vennis cerenſe, white lead, the plaiſter ol an olde 
image oz chalke,any of theſe made tn fine poulder, and 
then ground with the glaire ol an egge and a litie was 

ter on a Painters ſtone maketh a god boftome to lay vn- 

der ſiluer. nt when you ſhall ble any of them to lay vn- 
der golde, des to it a little Saffron there with to make it 
ſom what yellow. But beware you put not ta much wa⸗ 
ter thereto,foz then will it ber ouer weake, and if you doe 
ouer much glaire to it, then will it ber ouer ſtiffe,therfoze 
mingle it after diſcretion, and lake thy ſile be thicke ſtan⸗ 
ding, and ſet thy ſiſe thus tempered and couered in a hoꝛne 

o2 a ſhell in ſome ſejler oꝛ ſhadowed „ 02 bnder the 
earth where it may ſtand moyſt by tho ſpace of vj. dayes 
vntill it be perfect clammp, and rotten, ᷑ every day once 

ftirreit about, you ſhall wel vnderſtand that all the ſiſes 
the elder they be e the mozeclammy, t rotten they be, the 
better they be, foꝛ all the craft is in well making and tem⸗ 
pering ot the ſiſe, and if there ſtand anie belles vppon the 

ile. put in care waxe, foꝛ it is a remedy therfoze, and bw⸗ 
foze you lap it on pour wozke, firſt lay the ſiſe on a ſcrow 
A.. and dz pe 


T he arteof limming. 
and dye it, and when if is dꝛie, bend it, and if it bend, and 
b:cake not, then it is gad and perfect, and if it bzeake put 
thereto alitle water to make it weakcr,and pꝛeue if it cle⸗ 
uc th kaſt to the boke, and il it do not, then put glaire ther⸗ 
to, t make it moꝛe ſtedłaſt. The like ſiſe map you make 
with Giplum bole Armoniake, redd oz yellow oker oꝛpi⸗ 
met oꝛ maſticot with bzowne of Sparne 92 with red lead 


if eucry ol them bee greund by him ſelle 4tempcred a oz⸗ 
g2ed in maner t fqurmeabone wzitten. 


To makea thinne ſiſe orbottome to laye or 


ſettle ſiluer oꝛ golde vppon called a ſin⸗ 
| gle grounde. | 


T Ake the newe ſhꝛeddes of glouers leather 02 of new 
parchment,foz that is beſt,and ſeth them in faire wa⸗ 
ter from a quart to a pinte that the liquoz bee ſomewhat 
thicke and clammie betwene pour fingers, then ſtrapne 
the liquoꝛ from the ſhꝛeds, and put it beeinge hote in ſome. 
ſtone veſſell and ſo it fo2th befoze it bee colde, and 
when you lay on pdur ſiluer oz golde, ſe that your ſpſe bet 
neither to moyſt noꝛ to dzte,but in a meanebetwene both 
fo2 dead of appairinge your woꝛke. The like ſpſemaye 
pou make (without heating them at the fler, ) ol glue wa⸗ 
ter made of parchmet glue fo2 that is beſt, oꝛ with water 
gũmed ſomewhat thicke with gumme arabecke oꝛ ol gos 
olde glatre, oꝛ with the milke of grerne figges alone, 02 
with the milke of ſpourge, oꝛ of wart wede, o2 with the 
pello we milke ol greene lalendine.oꝛ with the iuce ol — 
like. oꝛ of onpon heades, oꝛ with the water and greaſe of 
ſnaibes. Uppon cuery of theſe may vou lap pour leaues of 
ſtluer oꝛ golde hauinge regarde that your grounde be nei⸗ 
ther to moyſte noꝛ to dꝛie, when you ſhal lap oz ſettle the 
lame thereupon. 


q To lay a double ſyſe on letters or vppon 
Won 


other thinges. 


The arte oflimmimg. Fol. iij. 
Ou ſhall with a pencell made ol graye amps oꝛ calli⸗ 3 | 
ber tatics lay on thy ſpſe ſomewhat ſubſtancia lv, oꝛ if | 
thou wilt firſt thinne and after thicker, and then dꝛie it, x 
whe it is dꝛie wet it lightely with thy ſpettle,4 then ſhaue 
it with a ſharpe knife vntill it be cuen without hilles, and 
pf there fall any default therein, oz elſe there is moꝛe in 
one place then in another, lape againe thy ſyſe on it, and 
dꝛpe it ⁊ engroſſe it as is ſaid befoze , ⁊ whe it is engroſſed 
t made plaine then burniſh it with the tothe of a calfe, ol 
an oxe, oꝛ of an hoꝛſe that is made therefoze ſtanding in a 
croked ſticke, and when it is burniſhed and made euen 
and ſhining, then is it readie to lape on it thy golde oꝛ 
thy ſiluer. | 


Fro laye golde or ſiluer on ſiſe. 
d a 
Fatt cuff the leaues of golde oꝛ ſiluer in peeces with a 
ſharpe knife,o2 a knife made ofa geeat reede bppon a 
little bozde as bꝛoade as a trencher couered with a calues 
fkin rayſed o2 vnderſluffed with walle oz flore 02 elſe vn⸗ 
ſtuffed, then ſhalt thou with a pencell wette lightely on 
thy mouthe wette thy ſyſe, ſo it be a litle moyſt,and then 
wette thy pencell againe in thy mouth on the ſame wyſe, 
and touche thy golde oz ſiluer that thou haſt cutte by a coꝛ⸗ 
ner lightlye. and laye it on thy ſyſe, bœfoꝛe made a little 
moyſte, and then thou ſhalt take the taile of an hare, of a 
conney,02 a pece of cotten;+1ightely pꝛeſſe it downe on thy 
ſiſe,. t when thou haſt thus done let it dꝛie vntill it bee well 
d2yed, then burniſhe it: fo2 if thou ſhalt burniſhe it wette 
thou ſhalt rubbe of all, and when it is well dzyed , take 
the tul ke that thou doeſt burniſh with and dꝛie it and heat 
it well on thy cheke, then burniſhe thy golde firſt ſoffelte, 
and then harder vntil it ſhine, but burniſhe it not ouer 
longe , foꝛ dꝛeade of apparynge. And when thou haſte 
well burniched it, then take a white wollen clothe o2 an 
A. ili. bares; 


Nota, 


The arte of lmming ; 


harks fte, and rubbe all awaye, ſane it which cleaueth fo 
the ſiſe,x if there bo ante place faltie,ſo that the golde falle 
fo2 dꝛyenes of the ſyſe, then wett it againe and lay on t he 

golde, and dꝛie it and burniſh it as you did befoze. 


To mabegumme water to temper 
colours with all. 


Tae clene water.: do it in a veſſell put thereto a poꝛ⸗ 
cton of gitme Arabecke + let it ſtand vntil the gũme be 
well deſolued and nolten in the water, but loke it bee not 


ouer thicke of gũme, fo2 then it ts euill to wozke with, 


lk it be to thinne or gũme, then wil the colour fade and fall 
bk, theretoꝛe kepe a meane ⁊ temper thy colours ther with. 
uch as it ſerueth foꝛ beſt. Note the beſt game is clere and 


bꝛittle p in ſtãping it, it becõmeth pouder eaſely without 


cloauing together. 


To make glaire for the like purpoſe. 


Ake the white ol ne we laide egges as manie as pou 
I thinke god, and ſtrayne them thzough a linnen cloth 
| to take out the cocke treadings, the pat them in a diſh 
t wzingthem thꝛough a ſponge oꝛ a white wollen clothe 
vntill theo be as thinne as water, then waſhe the ſponge 
92 cloth & daic if. And put the glairo to thuſe afozeſatve in a 
ſtonc pot o2 a glaſſe faſt ſtopped , and ſpend'if as ſone as 


pou can, foꝛ it will not kepe aboue thz& dayes, but it will 


haus an ill ſauoz except they be oꝛdered as foloweth. 


To keepe whites ofegges 8 you wil” 
nn 7 putting 5 1 
1 "(Ha 


Ake the whites of not bꝛeakiug them in anie 
12 but take out —— to them 


— m bag "7" 
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The artegilimming. Fol. iuj. 
titie of the whites,lening it lo the ſpace of two daies, then 
- paſſe it thzough ſome linnen cloth without bzcakinge oz 
beatinge the white of the egges leauinge it ſo the ſpace of 
vitj-dates, then ſtrame it againe,and put it in a viall well 
ſtopped, to occupie foz the purpoſes aboue wzitten, 


¶ To temper golde or ſiluer wherewith you 


may wꝛite with a pen, oꝛ painte wtth 


Als fine os ure leaues of beaten golde or filuer , and Golde aad 


grinde them well # finely on a painters ftone with 
litle honnye , then put it into a glaſſe with a quantitie of 
fatre water, r let it ſtande one night, then dꝛame the wa⸗ 
ter and the honny alter warde from the golde, # put to the 
: golde giime water, e then waito with it, and when. it is 
ö dꝛye burniſh it with an ore tooth. Alſo if you grinde your 

leaues of golde with glaire onely without honney putting 

to it, yxuu may wel wꝛite there with in adding to it a little 
me water, and with your gold tempered in maner a- 


gum 
boueſaide you may diaper with a ſmall pen oz pencell vp⸗Dia 
n colours. It you wil bum at the Poticaries ſhel golo 02 She 

ed with gumme and s 


I ſiluer, with the which being tempered 


apencel. 
CTotemperazureorbyze, 


Cm put it in a bꝛoade glaſſe 02 in a b2 
when it hath ſtand a while al the dꝛegges wil 
and all the clene colour wil fall to the bottome , then 
poure out the water with the dzegges , t put the a zure in 
clene water agayne. Then ſturre the coloure and the wa- 
ter together, r let it ſtand t fine, t᷑ after that pouro out the 
water e the dꝛegges againe, and doe thus vntill it be 

purged r clariſcd, oꝛ the Potecaries mingle chalke th 


2 


with 
\ 
\ 
\ 
\ 


a ſiluer. 


"da 


gold 


el fi] 


water)pou may very wel wzifewithapen,ozpainte with ner. 


Rinde aziro oꝛbize on a painters ſtone withclene was Azure or 
de ſhel, and light blevve 


An Indian 


blacke, 


Brovyyne +» 
dlevyve. 


Blevve co- 
Jour. 


ds azure oz bize doth make. The 


T 


The arte 0 { lmming , 


with to multiplie it to their pꝛofit, but this you muſt doc 
to clariſie it to the firſt kinde H nede be, the ſhal you grind 
it againe vpon a painters fone with gummed water, the 
put it into a hozne oz a ſhell, and when you will wzite 0z 
painte. Then ſturre it with a ſticke, x let the ſticke dꝛoppe 
into the pen, foꝛ vermelion, t this colour wilfal to the bot- 
tome : che as leade. 

Vis falſe colour, Two parts azure and one of cereuſo 
t ſadded with the ſame azure 0; with blacke tncke, oz with 
Indebaudias. | 


«Howeto makeazure and bize ſadder 
pf they be of alight colour. 

Ake god blewe tourneſoll wett it in gumme water. 

d then wꝛinge it, and with that water temper the 


. . e, oz elle it thou wilt thou mayſt with a pencel 


thy turneſol ouer the bize wen tt in deis whes 
theritbevmetoz imagery. 


% 


- TTotemper Indebaudias, 


G inde Indebaudias on a painters ff 5 m_ 
water, Ein a thelto wanke toi ns 
colour, Two parts Inde, es 


white leade oz cereuſe ad ſadded with the ſame 02 
of it ſelſe a and 
de with white leade 02 cereuſe 


vo temper ſenate or florrey, 


fiozreybeing temperedin a thel with gumme 
Paltrazlorey being temper ee 


nn multiplie it —_ 


8 
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fit, Therfoze in chuſinge ol it, take that which is bzight ol 


| (ene 
adde to the Maſticot a litle Saffron ,/and the colour U armes. 


Babes — 


T he arte q limming. Fol. v. 


colour, and not harſhe, but ſoft betwene the fingers, 


To temper Orpyme | ent or Maſtico 
1 fpaxellwe, 


Dzpyment arid Mattitot eche by it ſelfe on a A gold yel- 
ſtone with Gumme water, and in grinding lov ve for 


be the liuelier:and when they be wel ground, put them ſe⸗ 
uerally in ſhelles to wozke withall 
Ozpyment map be elaped with Chalke, and dimmed, 
that is to lay.ſadder, oꝛ darked with Oker de Luke, oz w 
25:0wne of Spaine. | 


¶ ro temper Vermelion. 


egges, # grinde it agame, 
vntill the bzightneſſe be fozdonne, with alitleof the pelke, waste 
and let it ſtande a day oꝛ moꝛe, vntill it bæ well fyned. 4: 
And when thou dolt woꝛke therewith , ſtirre it wel to⸗ 


gether, and ik it be thicke as lyme, doe alittle water thero⸗ 


to: and it it ſhall haue an ill ſauour, then put into it 
— chyuc of Saffron, and it will take a way the euill 
ente. by 

His falſe colour two parts Ucrmelfon , and the third 
parte Cerius,and mingie them together, if then wilt, 16 
the ſame vermelion. 


C Totemper Turnetoll, 


Ette Turneſoll once oz twile , in good thinne glere 1 urneſoll. 
and let it lye therein vntill it be well ſtæerpeo. Then 

wꝛinge it into a diſhe, vntil the colour be good and lardc. 

With this you map floziſhe redde letters, oz vellures. 
| / 16. And 


/ 


. 
* , 
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Tue arte limming. \ 
Audtis color ſhalbeenewed thats to h) varked 0 
ſadded with blacke pnke, 


rius,audit thalbe lapped with the lame Turneloi. 
To rewpergood Roſct. | 5 


þ fineſt q beſt coloured Roſet, andgrinve it with 
gũme water on a 3 tone, e ſo wozke it fozth. 
This colour map bg inden 02 Cries 
ded with him ſelffe en 
C To remper Braſil wheres ith to 5 
waite,floziſhe,oz rule bokes. 255 


Braſill. 12 Bꝛaſil finely ſcraped, oꝛ groſſcly beate to poulder, 
put therto the glayꝛe o an egge, oz gumme water, e 
— made in poulder, and let them feepe a 
rn 
the ble afozelſatd.. 


Roſet color Tae 


e 


¶ ro temper good Synapour, 


Pludy Gun Snap lake, and Synapour topes ech by bim 

ſelfe on a Painters ſtane with god glanze. The put the 
in leueral ſhelles, æ woꝛke them fozth: and if they be to 
light. put to them a litle Turneſoll. 

His falſe colcur t wo parts Synapour, t a third of Ce- 
rius, and lay it on thy Uincttes, and when it is dzp, ſadde 
: with good Dynapour , and diaper ouer it with white 

erius. 


colour. 


To temper redde Leade. 


Redde lead. r Leade well with gumme water, and 
then an ſhell: and when peu wozke with it, 


His falſe = rr two partes Turncſoll, i one of Ce⸗ 


$$; 


T hearteof limming, Fol. vj. 


ſtirre it as you do Aermelion. 

Of this you ſhal make no falſe colour, but of him ſelfe £ 
ſadde it with Sinapour, oꝛ with god Bzowne of Spaine, 
v2 with light blacke, oꝛ with Uermelion. 


To temper blacke Leade, 


Grow, well blacks Leave with gumme water on a Crane co- 
al. 


ers ſtone, t then put it in a ſhell to wozke with- lour, 
s is a perkte Crane colour of i ſelfe. 


TTo temper Browne of 8 paine. 


{JKind god B:owne 60 gumme water on a Paynters e 
ſtone, t when it is verie well gramdput it into a ſhell, colour. 

Dis falſe coloz two partes Bꝛowne, and the third part of 

white Leade, tſadded with dame ſad colaꝛ ofbzowne. 


. To temper Oker de Luke & Oker de Rouſe, 
which makebzowne colours. 


Ober de Luke, and Oker de Rouſe ſhall firſt be feteral- 6 ood co. 
Jy bzoke in a bꝛaſenmoꝛter, t after groũd eche by him lours for 

ſelle on a Painſters ſtone with gumme water, and mixed heare. 

with a little Chalke, and ene wed oꝛ ſadded with god O⸗ 

ker, oꝛ with Bꝛo bone, either ol them Manecy a mw colour 

foz heare on hcades,02.0n beardes. 


gro temper greene Byze. 


Taue greene Byze that is ſoft, and not harſh befweene g reene 

the fingers, foꝛ if it bæ harſhe, it is mixt with lande, Eyre. 

mhich the Apothecaries do ble oftentimes to mul tiplie it 

to their gaine. 1 — tẽpex it in a ſhell with gumme water, 

and it wilbe perfite to woꝛke withal. And whe you weite, 

Mirre this colour as you do Azure, and walh it, and dꝛeſſe 

it in fozme afozeſaide: as you do pour Azure, beefoze you 

grinde if with gumme water. 
B.ij. e 


* 
* 
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To * Vertgreſe, called 


Spaniſhe rr 


An Eme- I Ake Uertgrele well cleanſedand picked from dꝛoſſe 
raud'greene * and motes, and grynde it on a Paynters ſtone firit 
torarmes, dꝛie, and put thereto a little of the gall of a Neate, and 
| ot the toyce of Rue, with a litle Saffron,and bꝛay all theſe 
together on p ſame ſtone, Then put it into a homne,02 ſhel 
vntill it be dꝛie. And when you will occupie it, take parte 
thereof and grinde it againe with vineger oꝛ verglis /,. 62 
with the piſſe of a pong childe,eucry of them hauing güme 
Arabike diſſdlued in them. 
Light grene . His falſe colour two partes, god grene, aud the thirde 
of Cerius, and ſadded nme | 
unden. Cerius.. 4 


To em per Saffion. 


Salon. Siepe Daffron ingo glaire, t wozkeit fozth with 
a ſmall penſell. And it thou wilt, thou mayſt enew it w 
god Ucrmelion , with Saffron alſo you may ene we oz. 

thing thou wilt. 


To temper Vennis Cerius, 
- and white Leade. 


A pure (ien Cerius oꝛ white Leade; eche by him elbe ona 
vyhte for Paint ers ſtone, with cleare water, and ther with tho 
WP. att diaper and floꝛiſh abt ue all thy colours with a purſe⸗ 
tour made of a ſmall penſell. And this colour is tempered 
onely W water, 02 with water lightly chaſtſed w gũme, 
fo; they ſtand aboue all other colcurs that be gummed. 


To małe a Fume blacke called Sable. 


A Sable or Tad a cleane Latten baſon, and holde a burnynge 
blacke for coxche under, till te bottom beblake KE 


Ames. 


\ 


The arte of Imming. Fol.vij 
fake of that blacke, andtemper it withglaire: 5 * — 
een 0. 


1 To male an excellent blacke 
like Neluet. 


Jn Hartes hone, andbuneitfocoaleon a Coltars , , 
85 fine poder thereof , and grinde it 5 

on a Painters ſtone, with the gal of a Heate. Then put / 

it in a ſhel to d2te in a ſhadowy place. And when pou will 

occupie the ſame, grynde parte thereof _ with the 

Rate, os ae rr N koꝛth. 


9 To male a blache colour, or an ynle 


ol a god perfection, where with you wy 
write with a penne oꝛ penlel. 


Take a pounde and a halfe of rapne water, with the 
ounces ofthe waightieſt galles you can gette. Bꝛuſe 

them in {mall peces, and power them into the ſaide wa⸗ 
ter, and ſo let it ſtande two dayes in the ſunne. Then put 
to it two ounces dfgrene Copozas, oꝛ elſe of Romaine 
Uitriall, which is beſt , well coloured and beaten ſmall: 
and ſtirre all theſe together with a ſticke of harde wade, 
and let it ſtande agapne two dapes moe in the ſunne. 
puttinge to it one ounce ot gumme Arabike, that is clea e 
and bzight , and beaten in poulder, and one ounce of the 
ples of Pomegranades, and then boyle all a little on a 
fowe fier. That donne, ſtrame it, and kæpe it in a vel⸗ 
ſell of leade oꝛ of glaſſe, and it will ber verie blacke and 
perfite god ynke. And if you finde it thicke, and that it 
be not flowinge penoughe, patt to it a little cleare lye, 
which will make it liquide and thinne. And il it bee tw 
cleare, adde fo it a littite gumme Arabike. And to haue 
pour ynke to continue lunge, and not to hoare, put there⸗ 

in bay ſalte. Note that the TY ber ſmall*carted; Nota: 
| tf; and 


Black ynke. 


Nota, 


Nota, 


Nota, 


«if \ | \Thearteof Imming. 


und maſiue within, if thep bet god. The god Utitriall is 
alwates 3 a coloꝛ ine the elemẽ t. The beſt gũme 


2 Colours 4 lymime,o2! to wꝛite withal vppon ve⸗ 


lm, parchement, ax paper: That is to ſabe, Uetmelion, 
Turneſoll, Synapoor; and 
© Syſewith glaire chaſtited 


on, with god glaire. 
a poꝛtion of water; Ar 
3ure, Byze, greene Byze, red Leade, rolet Smalt, blacke 
Leade, Bꝛowne Oker, Oꝛpyment, Maſticot, and Inde⸗ 
baudias with gũme water, Uertgreſe with vineger, vers 


gls, oꝛ with the pille of a yongchilde , Cerius and white 


eare water, o with water lightly; gümed, 

Fur e enen with güme wa⸗ 
pou thinke belt foz your purpoſe, 

Allo theref is an other way which is vſed amongſt the 

excellent ſoꝛt of Painters.that is, to grind + temper al co⸗ 


loꝛs ſoꝛ limming (ſauing ſuch as be-white) firſt W the gall 


of a Neate,t then let the dꝛy.t after whe you will . 
them, take part thereof, 2 grinde it againe W glaire, oꝛ w 
gumme water, as the colour requireth, and ſo woke it 
fazth.Jt is ſaid, 1 that water lulleth + darkeneth the bzight- 
nes of moſt colours that be tempered therewith. But this 
gall pzeſerneth the bꝛightnes, t maketh the moꝛe liuelier 
to — which thinge 16g wu will teache you moꝛe 
a 

NoteÞ al colours to limme oꝛ to ite withal ſhaulde 
neuer be tempered with any kinde of oyle, foꝛ oyles ſerue 
molt aptip foꝛ to ttper colours to lav vpon ſtone, timber; 
vꝛon. lead, coper, ⁊ ſuch like. And oyle of Linſerde, which is 
called flare ſced, + ofle of walnuts are moſt vſed, t be moſt 
beſt ak al other ov!es for the ſame purpoſe. 
Alla al coloꝛs to limme ox mite withall when they be 
tẽperod. would be put in ſhelles, in veſſels of fone, leave, 


"02 2 8 02 in 


ſome 


The arte oflimming. Fol. viij 


ſome moyif oꝛ ſhadowp place; foz dꝛiyng euer faſt: te 
c hoer they be the better they be, if they be kept couered frõ [8 

filth e duſt. And note that there is great regarde to be had 
to the wel grinding t tfpaing of the colones, tto Rf plas 
cing of them vpon the woe. 


T he maner howto floriſi or dinder 
with a pence! ouer ſiluer oz goulde. 
.. F you wil diaper ouer golde, take pellow Dker, e therc⸗ 
with dꝛaw ouer thy gold with a penſel what thou wilt, 
Jr thou wilt diaper vppon ſiluer,t Waker 
* 7d2aw 92 flozilh what thou wilt over 
Ik thou wilt diaper with gould oz ſiluer colours, 
take the lovteorgariike; wich a penſel dꝛawwe over thy co⸗ 
tours what thou wilt. Then take and lay the golde vpon it, 
and pꝛeſle it downe lightly with an Bares tayle, let it 
dꝛy halle a day oꝛ moze. Then rupbe of tho gold al 
ucth not to the dart 


11 he wales to knowe'to make fundep - 
kindes ol colours by tempering # e 
mingling of coloꝛs together. 
F you wil temper Azure with Zurneſoll, and grinde — wt or 
them together on a Palnters ſfone with garinie wa, V 
ter oꝛ glãtre, vou ſhal make thereot a perſit Purple oꝛ a {9ur or 
Violet colour, And the like colour pou NR make with armes. 
god redde Nolet, if it be mingled with Azure, r tempered 
with gumme water in maner afoꝛeſaid. gan 
It thou wilt put to a god quantity of Spnapour; a it- 5 game 
tle poltion of blacke;x = indo them together with glapze, mex 
you ſhal make therofa Sangaine;02 a Putrey colour. Grana 
It you wil mingle a bꝛight redde with a bzightycllow, e 
t grinde them together with glair ou hal haue thereof 
an Oꝛenge tawney... 
If thou mingle redde Lead and Dalticot together, ycu 
thalhauc thereof a Lyon tawney, 


tavvney for 
armes. . 
Lyon tavv- 
ney. 


If. 


er o- 


ow a . 4 
* „ - 0 


V We „ Chon = 


Incarnation pou wil make incarnations fo2 biſages, oꝛ a ſlechly 
and fleashly — lo; eee ann white. ene we it with 
colour. —— ol Uermelion and one 

anne —— ſo lap it on thy 


aa „ it if thou wilt, wyen it is der with god 
Peach color eo wil mingle Uermelion with Cereuſe, by dil⸗ 
cretion you may make thereot᷑ a Peache flowze colour. 
Alſo by minglingUermelion and — ton together by dil⸗ 
nn you may make thereof a Skye colour 
vou wil make a blond redde, take of the belt Spna- 
rave att the lides w with 25:0wne, oz Uermelb 


on, oz 
_. If your godgrene and Saffron together , by 
—— vou ſhall haue thereof a perfytte Lyncolue 
ene. 


Popini mingle Azure and Palticot together, you ſhall 
| TY e a perfit — So yo 
Motley Ry vou — with greene,you wu make theres 
{ a 
Blake yel- 4 wil make a blacke veſtnre, take and lape firſt a 
ungen of — blacke mingled with white leade, t added 


K. 22 blacke with a poꝛtion of white, you 
a Parble, o an Ache colour at your 


2 pon wſl mingle a little poꝛtion of white with a good 
quãtitie of redde,you may make therot᷑ a Ruſſet,oz a ſadde 

Bꝛowne, at pour diſcretion. 
e Thus by minglinge ol colours, you may mak them 
Noe of ſundzy coloures, and by pꝛoule you mate tome to the 
YES —— knowledge, howe to make them on the beſte 
Manner. 


Sky colour. 


Bloud redd. 1 


Lincolne 
Srene, 


ture. 


Marble or 
ashe colour, r 


Ruſſet of 
{ad brovyne 


Note 


- 
= * 
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ots further moze that thorris certein colouvinge Note. 
which is callco Uernix that is moꝛe noble and excellent 

then al other colours. And ſo much the moꝛe excellent in 

that if is ſet aboue all colours. And as the day becommeth 

moꝛe light and bzightor by the ſhininge of y ſonne euen ſa 

al ns that are verniſheddoMew furth a hetter gloſſe 
02 luſter , and become moze baighter by ths ſhyninge 
of melee. cen en and fbzme fol- - 
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Ae wellbetwirt two pay 
then put it in a byall x nl 8 
and let it ſtepe ſo a day oz two. The put to ił ſoꝭ Hi 
all of ſuch Aquauite,fpue oꝛ ſtre chyues of Saffron — 
derly ſtamped. This done ſtraine it. ⁊ with a pencel ver⸗ 
nich there wich any thingegilted which wil become bꝛight 


. —— 
Ag man pcres. pou er, 
then take the a is to 8 wal 


that is founde in the niiddeſt of Bengewyne,and dꝛeſſe it 
with Aquautte in the fozeſaid — om en r 
kron. A fatd verniſhe made with Bengewyn 

painted as —— by | 

no t 

walnut tree, & hebeny — ere ey b 
all other lyke thynges, as wozkes of Jron, copper oꝛ 
tynns, gilted oꝛ not gilted, fozitmaketh bꝛight, preſcr- 
ueth, apdeth the colour and — Wpthour 
N faking 
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e maſtike and ſlamy put it 
into alitle new pot, ſo melt it on a ſoft fixe, this dont. 
pu o it on e ok the oyle of a Firre tree, and ſo lett 
them " ple a Ttle — ry them together, but 


aa 1 ee e. 
1 17.9 1 when it t: 
15 805 barge by r 


t is a Hane nt i perkect. Th! ww FI 
ut it into a kot > IL WE fro duſt: x when 
Jeu wil occupte it, ta cof as wil ſerue 5 our 
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nt the ſame ſtone by 
Iv, » ſore one at them on thy 

Ay: rm and When it is well 
ih ruh it quer wth ge loe, 02 with any other 
75 nd youſhll barten colour that the mv/ 
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T he arte of lmming. Fol. x. 
¶ To make letters of the colour of golde 
Ake one ounce of Oꝛpyment and one ounce of fyne 

* Chailtall; and beate etheofthem by him ſelfetopont- 
der in a bzaſen moꝛter. Then grynde them well together 
with glare vpon a Painters ſtone, then it is perfecte to 
lite withal!, 2193 1 


% 
3 


«To make letters of the colour of ſiluer 


without ſtluer. * 
T Ake an oumte ot tynne, two ounces of quicke ſtluer, 
Ta mote hem e ee e 


a 
on a Paynters ſtone with gumme water”, and wzyte 
wirt. | 1 
¶ To make white letters in a blacke 
| Ake the pelke of a newe layde egge and grynde it vp⸗ 
1 pon apaynters fone with faire water, ſo as you may 
well wꝛite with it out ofa penne, and when you haue 
ſo done, pou map with the ſame liquoz dzaws v2 wzpte w 
a penne great oꝛ ſmall letters vpõ paper oz parchement, x 
when they be dꝛy, then map you with Inke blacke ouer 
the letters and paper ſo much as you ſhal thinke god. And 
when the blacke is thz dzpe, then may you wyty a 
white wollen cloth ar a knife rubbcof all the ſaydelettcrs 
wꝛitten with the pelke ofthe egge, and the the letters vn- 
derneath will appeare all white, becanſe they were pꝛe⸗ 
ſerued with the latde liquoz': So that pou ſhall haue faire 
White letters in a blacke flelde. che 


To make ſtaunche graine , or a poulder to 
a mende the parchement and to re⸗ 

| ceine Jnke, - 

15 C.ii. | Take 


p = 
— — — ome — —ñꝛ — 22 — % 


10 
1 


ter that commeth ol 
the olde letters with a little cötten oz a ſmall pencel, and 


Er waxe. 


* 
; 7 5 * 
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beg arte of, wing. 


1 nn ofroſen and ane parte of allonte, and 
beat eche of them by hum ſclle in a bzalen mozter all to 
powder, t put the ſame powders together in a fine linnen 
{tothe z tub pour ve llym, parchement oꝛ paper there wih 
when you begin to waite, And when the w2titing is dꝛye, 
you may rub it ouer againe with a'white wolte cloth, and 
thelcttters wibencuceth ple, but moꝛe fapzer and 
bꝛighter to ſæ to. "Trig 


| Torencweolde & worne letters. 


12 of þ —— tn hꝛuſe them grolly 
Thio bene eue we one day in god white wyne. 

Mehr. the whie, 4 with be niit 
pou ſhall wet handſomelie 


ey will ſhewe freſhe t newe _ in ſuch wile as 22 
map ealelꝝ reade chem. | f 


To take greaſe out ofparchmentor no per. 


Tae 1 to potyder and? 
on bath eee 

twene two paper boardes t pꝛeſſe them by þ wg: 

topos map, wia lire dhe, lp. 


7 To male red andgreen e ſealing wake. 


Melapamd Tee 5 

ther, when they be wel molten, take t bb the 
fier & put to them an cumce of verinilion while it is 
warme, and ſdirre it well together in the kerling. and 
make it vp in roules, and in like manner ſhall yon make 
grœne ware by putting Uertgreaſe into it. Note if you 
will take t wo partes of roſyn and one part ot᷑ turpentine, 
adding to it ee is Wee maluth the bet⸗ 


A 
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q& pretie deuiſe to take out che true forme & 
p20poztion of any letter. knot, lower, Image oz 
other woꝛrke. Be it pꝛinted, dꝛa wen 2 

oꝛ pencel vpon paper 82 parchment, 
N F hurting the 
T2567 901 Der ed 77 
500 1215 it lelfe. | 
© keonte, 02. other licours that make ſmokeandburne 
them in a lampe, then holde oner the lampe a ſherte of 
tleane paper, and blacke as much al the ſame lightly as 
will receaue the full pꝛopoꝛtion of the woꝛke that yau doe 
N to take out that done lay the blacked paper vnder Þ 
backe ſpdeof the woꝛke, the blacked ſyde vpwarde;laytnge | 
a thinne white paper betweene the wozke + it: and with 4 
(mailpencell made of hard wond oꝛ ol bone you ſhall dꝛam 
lightip ouer the letters. knot. oꝛ wozke which yon deſireto- 
. — 
thet whitepaper, w — 


an 
pou may trace a dzawe ouer thewozkeremaininge 
white paper, that done; the ynke wil ſet aut the very pꝛint 
t foꝛme of the wozke (as farre as vou touched the ſame u 


your pencel) in euerypꝛopoꝛtion· Pau may alſo fo2:Þ ſame; 

purpoſe( t node be)blacke auer your paper with the lep of 
8 — —ͤ— een eee 

60 very ready wax and a perlett: or 


Another pretie deuiſe totake out the true 
fozme and pꝛopoꝛtiom of any flower 
Imago on ſuch like. | 


Akeacleane and thin lanterne home, and lay it bpon 
the letter, Image oꝛ other woozke that thou pille 
take out, and it will appeare thꝛough the hone, fo as 
thou mapſt dꝛawe with a ä vppon the * | 

C. {1 ? 
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Thearteof lunming. * 


altho p2opoztion-of the abe archand owns pleg, 
ſure, euen as thou luſt. And when thou haſt dꝛawne it 
all out „ than let it dele vppon the hoꝛne in ther ſunne, 
and when it is tinough dꝛpc. then bꝛeath vppon it twpce 
oꝛ thzpce , ano then lay it dont vppon thy boko. And 
then pzeſle it dolune (the letters beinge nert the paper) 
with 5 * 1 ng 02 wozke ſhall 
rematne vppon the paper w ou dzawe vppon 
—— tzaws it tes eagaine with blacke d . 
Tone J taught vou . cemprroge of 
goloe ol ſtluer, and ol colours pnges 

to bæ knowne to p 8 


1: Firck thy falſe yunwthe the.” Thor laye the 
6 ſtoes wich blacke mut 


derte abon te los Inke, then 
ths oner with white colour if thou 
thon diaper wür 
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then verniſh them oner 
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